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[Abstract:] Report of Silver Purchased Deposits melted for January 2nd & 3rd, and week ending: 
- January 10th, 1880. 


Weekly Report of Silver Purchases and Deposits Melted at United States Mint. 

















1880 
Date. Assay | Name of Weight | Weight | Loss. | Loss | Gain. | Description of 
No. Depositor | Before | After Oz. per | Oz. Bullion. 
Melting | Melting | Dec. | e& Dec. 
Oz. Dec. | Oz. 
Dec. 
January | 1 GC. 45.20 43.80 1.40 3.11 Watch Cases 
2nd Thompson 
3rd 2 N.C. Gray | 86.80 86.70 10 Al Bars 
3 GC. 485.70 | 484.85 | 85 18 For. & US. 
Thompson Coin 
617.70 | 615.35 | 2.35 38 



































Notes of Melter and Refiner: 

Of the 14 deposits herein named: 

3 are of coin with a moderate wastage of 0.17%; 

6 are of finer bars with a low average wastage of 0.14%; 

4 are of baser bullion with a reasonable average wastage of 3.93%. 

Jas. C. Booth 

Transferred to Bullion fund during the week 16,115, oz. St. Louis Bars: 5,313.95 oz. 
Platt; 17,140.50 oz. Newark; 49,687 oz. Omaha; 17,670.30 oz. U.S.A.O.N.Y., and 26,558.50 oz. 


Pennsylvania Lead Company. 


For week ending January 3rd, 1880. 
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Date. | Assay | Name of | Weight | Weight | Loss. | Loss | Gain. Description of 
No. Depositor | Before | After Oz. pet | Oz.Dec. | Bullion. 
Melting | Melting | Dec. et 
Oz. Oz. 
Dec. Dec. 
Jany. | 4 K.H.Lee | 76.65 76.60 05 07 Bars 
5th 
3) John 87.49 87.25 24 28 Ring 
Stuertz 
6 Johnson 97.10 92.00 5.10 53 D’H, &c. 
& Lund 
7th ‘| F.H. Lyon | 627.10 | 625.15 | 1.95 31 For coin & 
US.AO.N.Y. 
Bar 
8th 8 GC. 870.45 | 869.00 | 1.45 17 For. Coin 
Thompson 
9th 9 Do 70.15 70.10 05 AT Bar 
10 F.H. Lyon | 249.75 | 249.35 | 40 16 For. Coin & 
Spoons 
1 Sailer & 1004.80 | 1004.80 Bars, 
Stevenson USAON.Y. 
2 Bailey, 149.10 | 142.35 | 6.75 4.53 H., Spoons, D. 
Banks & 
Biddle 
3 Hastings 104.30 | 96.45 7.85 £55 Leaf 
& Co. 
10th | 4 Thos.R. | 228.90 | 228.85 | 05 02 Bars 
Lee 
3569.79 | 341.90 | 23.89 | 93 



































Transferred to Bullion fund during the week 188,940.25 oz. Newark Bars; 8564.60 oz. 
Platt; 44685.20 oz. U.S.A.O.N.Y.; 26113.55 0z.; Boston & Colorado, and Foreign Coin which 
weighed 6247.60 oz. before melting and 6241.50 oz. after. 


For week ending Jan’y. 10th 1880. 


I. Robley Dungliason 
Register. 


